That Which Is Claimed Is: 




1. An absorption solution comprising aqueous ammonia and at least one 
heteropoly complex aniomof a transition metal element present in an amount sufficient to 
provide a corrosion inhibiting effect. 

5 2. The solution of Claim 1, said solution further comprising at least one 

additional additive in an amount sufficient to provide a corrosion inhibiting effect. 

3. The solution of Claim 1, wherein said at least one heteropoly complex 
anion comprises at least one transition metal atom having corrosion inhibiting properties 
in absorption refrigeration systems. 

4. The solution of Claim 1, wherein said at least one heteropoly complex 
anion comprises a compoundlselected from the group consisting of [X a M b O c ]" n , 
[X a Z d M b O c r D , [X a Z d M b O c He]\, [X a M b O c (OH) f ]- n , [X a Z d M b O c (OH) f r, and mixtures 
thereof, wherein: 

X and Z are central hetekiatoms selected from the group consisting of elements 
15 from Groups I- VIE of the Periodic Table of Elements; 
a is 1 or 2; 

d is an integer from 0 to 4; 

M b O c , M b O c He, and M b O c (OH)f are oxoanions in which M is a transition metal 
element; b is an integer from 5 to 22;\c is an integer from 20 to 70; e is an integer from 0 
20 to 6; and f is an integer from 0 to 3; an^d 
n is the charge of the anion. 

5. The solution of Claim 4, ^herein: 
X is phosphorus, silicon, manganese, tellurium or arsenic; and 
M is molybdenum or tungsten. 

25 6. The solution of Claim 1, wherem said at least one heteropoly complex 

anion is selected from the group consisting of pl^sphomolybdates, silicon molybdates, 
manganese molybdates, silicon tungstates, telluriuip molybdates, arsenic molybdates, and 
mixtures thereof. 
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7. The solution of Claim 1, wherein said at least one heteropoly complex 

\ 3 

anion comprises a phosphomplybdate of the formula [PM012O40] . 

8. The solution of Claim 2, wherein said at least one additional additive 
comprises at least one transition metal compound. 

5 9. The solution oflClaim 8, wherein said at least one transition metal 

compound is selected from compounds of transition metals which are capable of 
providing the transition metal element as ions in aqueous ammonia. 

10. The solution of Claim 8, wherein said at least one transition metal 
compound comprises a transition\metal which is different from the transition metal of the 

10 heteropoly anion complex. 

11. The solution of ClaiVn 8, wherein said at least one transition metal 
compound comprises a salt of a transition metal element. 

12. The solution of Claim 11, wherein said salt comprises a compound 
selected from the group consisting of n\trates, halides, and oxides of transition metal 

15 elements, and mixtures thereof. 

13. The solution of Claim 11, ^herein said transition metal is selected from 
the group consisting of cobalt, nickel, tungsten, zirconium, manganese, chromium, and 
mixtures thereof. 

14. The solution of Claim 11, wher^jn said salt is a halide of a transition metal 
20 element. 

15. The solution of Claim 2, wherein sai^ at least one additional additive 
comprises at least one compound of the metallic elements of Groups nia to Via of the 
Periodic Table of Elements. 

16. The solution of Claim 15, wherein said at\east one compound of the 
25 metallic elements of Groups Ilia to Via of the Periodic Table of Elements comprises a 
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compound capable of providing the metallic elements of Group nia to Via as ions in 
alkali metal halide solutions! 

17. The solution oi Claim 15, wherein said at least one compound of the 
metallic elements of Groups Ilia to Via of the Periodic Table of Elements comprises at 
least one salt of a metallic element of Group Ilia to Via. 

18. The solution of Claim 17, wherein said salt comprises a compound 
selected from the group consisting of oxides, sulfides, halides, nitrates, and mixtures 
thereof of metallic elements of Group Ilia to Via. 

19. The solution of Claiqi 17, wherein said salt comprises a halide of a 
10 metallic element of Groups Ilia to Via. 

20. The solution of Claim \l, wherein said at least one compound of the 
metallic elements of Groups Ilia to Via of the Periodic Table of Elements comprises 
antimony as the metallic element of Groups Ilia to Via. 



21. The solution of Claim 17,\wherein said at least one compound of the 
15 metallic elements of Groups Ilia to Via on the Periodic Table of Elements comprises a 

compound selected from the group consisting of antimony bromide, germanium bromide, 
arsenic bromide, and bismuth bromide, and mixtures thereof. 

22. The solution of Claim 1, wherein ammonia is present in an amount from 
about 1 to about 50 weight percent, based on the total weight of the solution. 

20 23. An absorption solution for refrigeration systems, comprising aqueous 

ammonia, at least one heteropoly complex anion ona transition metal element, and at 
least one additional additive comprising a compounAselected from the group consisting 
of transition metal salts, salts of the metallic elements of Groups nia to Via of the 
Periodic Table of Elements, and mixtures thereof, said at least one heteropoly complex 

25 anion of a transition metal element and said at least one additional additive present in an 
amount sufficient to provide a corrosion inhibiting effect. 
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24. The solution of Claim 23, wherein said at least one heteropoly complex 
anion of a transition metal element comprises a phosphomolybdate, and said least one 
additional additive comprises at least one transition metal salt. 



25. The solution of Claim 24, wherein said at least one transition metal salt 
5 comprises at least one halide pf cobalt, nickel, tungsten, zirconium, manganese, 

chromium, and mixtures thereof. 

26. The solution of Claim 23, wherein said at least one heteropoly complex 
anion of a transition metal element comprises a phosphomolybdate and said at least one 
additional additive comprises at least one salt of a metallic element of Group Ilia to Via. 

10 27. The solution of Claim 26, wherein said at least one salt comprises a halide 

of the metallic elements of Group Va of the Periodic Table of Elements. 

28. The solution of Claim 27, wherein said halide comprises a compound 
selected from the group consisting onantimony bromide (SbBr3), arsenic bromide, 
bismuth bromide and mixtures thereof 

15 29. The solution of Claim 2^, wherein said at least one heteropoly complex 

anion of a transition metal element is [PM012O40] 3 . 

30. The solution of Claim 23,\wherein ammonia is present in an amount from 
about 1 to about 50 weight percent, basedW the total weight of the solution. 

31. An absorption solution for refrigeration systems, comprising at aqueous 
20 ammonia, at least one phosphomolybdate, and at least one transition metal halide, said 

phosphomolybdate and said transition metal halide present in an amount sufficient to 
provide a corrosion inhibiting effect. 

32. The solution of Claim 31, whereii\said phosphomolybdate is [PM012O40]" 
3 , and said transition metal halide is cobalt halide 6r nickel halide. 

25 33. The solution of Claim 31, wherein ammonia is present in an amount from 

about 1 to about 50 weight percent, based on the total weight of the solution. 
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34. An absorption solution for refrigeration systems, comprising aqueous 
ammonia, at least one phosphomolybdate, and at least one halide of the metallic elements 
of Group Va of the Periodic Table of Elements, said phosphomolybdate and said halide 
present in an amount sufficient to provide a corrosion inhibiting effect. 

5 35. The solution of Claim 34, wherein said phosphomolybdate is [PM012O40]" 

3 , and said halide is antimony bromide (SbBr 3 ). 

36. The solution of Claim 34, wherein ammonia is present in an amount from 
about 1 to about 50 weight percent, pased on the total weight of the solution. 

37. A process for inhibiting the corrosion of a machine resulting from the 
10 presence of absorbent solutions comprising aqueous ammonia, the process comprising 

circulating in a machine said absorption solution comprising aqueous ammonia and at 
least one heteropoly complex anion of aWansition metal element, said at least one 
heteropoly complex anion of a transition \netal element present in an amount sufficient to 
provide a corrosion inhibiting effect. 

15 38. The process of Claim 37, whWein said solution further comprises at least 

one additional additive comprising a compound selected from the group consisting of 
transition metal compounds, compounds of the metallic elements of Groups Ilia to Via of 
the Periodic Table of Elements, and mixtures thereof, said at least one additional additive 
present in an amount sufficient to provide a corrosion inhibiting effect. 

20 39. The process of Claim 37, wherein during said circulating step, said at least 

one heteropoly complex anion forms a protective la^er on a surface within said machine. 

40. The process of Claim 37, wherein during said circulating step said solution 
is exposed to temperatures ranging from about 150°F to\ibout 550°F. 

41. The process of Claim 37, wherein said absorbent solution further 
25 comprises lithium nitrate and zinc halide. 
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42. The process of Claim 37, wherein ammonia is present in an amount from 
about 1 to about 50 weight percent, based on the total weight of the solution. 

43. An absorption solution comprising at least one alkali metal hydroxide, 
alkaline earth metal hydroxide! or a mixture thereof and at least one heteropoly complex 

5 anion of a transition metal element present in an amount sufficient to provide a corrosion 
inhibiting effect. 1 

44. The solution of Claim 43, further comprising at least one additional 
additive in an amount sufficient to provide a corrosion inhibiting effect. 

45. The solution of Claim 43, wherein said at least one heteropoly complex 
10 anion comprises at least one transition metal atom having corrosion inhibiting properties 

in absorption refrigeration systems. \ 

46. The solution of Claim 43S, wherein said at least one heteropoly complex 
anion comprises a compound selected from the group consisting of [X a M b O c ]~ n , 
[X a Z d M b O c ] n , [X a Z d M b O c He] n , [X a M b O c (OH) f ] n , [X a Z d M b O c (OH) f ] n , and mixtures 

1 5 thereof, wherein : \ 

X and Z are central heteroatoms selected from the group consisting of elements 
from Groups I- VIII of the Periodic Table of Elements; 
a is 1 or 2; \ 
d is an integer from 0 to 4; \ 
20 M b O c , M b O c He, and M b O c (OH) f are oxoanitms in which M is a transition metal 

element; b is an integer from 5 to 22; c is an integenfrom 20 to 70; e is an integer from 0 
to 6; and f is an integer from 0 to 3; and \ 
n is the charge of the anion.. \ 

47. The solution of Claim 46, wherein: \ 

25 X is phosphorus, silicon, manganese, tellurium or arsenic; and 

M is molybdenum or tungsten. \ 

48. The solution of Claim 43, wherein said at least ohe heteropoly complex 
anion is selected from the group consisting of phosphomolybdates, silicon molybdates, 
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manganese molybdates, silicon tungstates, tellurium molybdates, arsenic molybdates, and 



mixtures thereof. 



\ 



49. The solution\of Claim 43, wherein said at least one heteropoly complex 
anion comprises a phosphomolybdate of the formula [PM012O40]" • 

5 50. The solution of Claim 49, wherein said at least one additional additive 

comprises at least one transition metal compound. 

51. The solution of Claim 50, wherein said at least one transition metal 
compound is selected from compounds of transition metals which are capable of 
I providing the transition metal element as ions in solution of alkali metal hydroxide, 

alkaline earth metal hydroxide, an\i mixtures thereof. 

52. The solution of ClaiAi 51, wherein said at least one transition metal 
compound comprises a transition me\al which is different from the transition metal of the 
heteropoly anion complex. 

53. The solution of Claim 5(\, wherein said at least one transition metal 
15 compound comprises a salt of transition bietal element. 

54. The solution of Claim 53, wherein said salt comprises a compound 
selected from the group consisting of nitrates, halides, and oxides of transition metal 
elements, and mixtures thereof. 

55. The solution of Claim 53, wherein said transition metal is selected from 
20 the group consisting of cobalt, nickel, tungsten,\zirconium, manganese, chromium, and 

mixtures thereof. 

56. The solution of Claim 53, wherein kid salt comprises a halide of a 
transition metal element. 

57. The solution of Claim 44, wherein saidW least one additional additive 
25 comprises at least one compound of the metallic elements of Groups nia to Via of the 

Periodic Table of Elements. 
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58. The solution of Claim 57, wherein said at least one compound of the 
metallic elements of Groups Ilia to Via of the Periodic Table of Elements comprises a 
compound capable of providing the metallic elements of Group nia to Via as ions in 

i 

alkali metal halide solutions. 

5 59. The solution of Claim 58, wherein said at least one compound of the 

metallic elements of Groups Ilia to Via of the Periodic Table of Elements comprises at 
least one salt of a metallic element of Group Ilia to Via. 

60. The solution of Claim 59, wherein said salt comprises a compound 
selected from the group consisting of oxides, sulfides, halides, nitrates, and mixtures 

10 thereof of metallic elementslof Group Ilia to Via. 

61. The solution of Claim 59, wherein said at least one compound of the 
metallic elements of Groups Ilia to Via of the Periodic Table of Elements comprises a 
halide of a metallic element ofi Groups Ilia to Via. 

62. The solution of Claim 59, wherein said at least one compound of the 
15 metallic elements of Groups Ilia to Via of the Periodic Table of Elements comprises 

antimony as the metallic element of Groups nia to Via. 

63. The solution of Claim 59, wherein said at least one compound of the 
metallic elements of Groups Ilia to\ Via of the Periodic Table of Elements comprises a 
compound selected from the group consisting of antimony bromide, germanium bromide, 

20 arsenic bromide, and bismuth bromide, and mixtures thereof. 

64. The solution of Claim 4B, wherein said alkali metal hydroxide, alkaline 
earth metal hydroxide or mixture thereof is present in an amount from about 20 to about 
80 weight percent, based on the total weight of the solution. 

65. An absorption solution for refrigeration systems, comprising at least one 
25 alkali metal hydroxide, alkaline earth metal hydroxide, or a mixture thereof, at least one 

heteropoly complex anion of a transition metal\element, and at least one additional 
additive comprising a compound selected from the group consisting of transition metal 
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salts, salts of the metallic, elements of Groups Ilia to Via of the Periodic Table of 
Elements, and mixtures thereof, said at least one heteropoly complex anion of a transition 
metal element and said at least one additional additive present in an amount sufficient to 
provide a corrosion inhibiting effect. 

5 66. The solution of Claim 65, wherein said at least one heteropoly complex 

anion of a transition metal element comprises a phosphomolybdate, and said least one 
additional additive comprises at least one transition metal salt. 

67. The solution of Claim 66, wherein said at least one transition metal salt 
comprises at least one halide of cobalt, nickel, tungsten, zirconium, manganese, 

10 chromium, and mixtures thereof. 

68. The solution of Claim 65, wherein said at least one heteropoly complex 
anion of a transition metal element comprises a phosphomolybdate and said at least one 
additional additive comprises at least one salt of a metallic element of Group ma to Via. 

69. The solution of Claim 68, wherein said at least one salt comprises an oxide 
15 or halide of the metallic elements oftGroup Va of the Periodic Table of Elements. 

70. The solution of Claim 69, wherein said halide comprises antimony 
bromide (SbBr3), arsenic bromide, or bismuth bromide. 

71. The solution of Claim 65\ wherein said at least one heteropoly complex 
anion of a transition metal element is [PM012O40]" 3 . 

20 72. The solution of Claim 65, Wherein said alkali metal hydroxide, alkaline 

earth metal hydroxide or mixture thereof is present in an amount from about 20 to about 
80 weight percent, based on the total weight of the solution. 

73. An absorption solution for refrigeration systems, comprising at least one 
alkali metal hydroxide, alkaline earth metal hydWide, or a mixture thereof, at least one 
25 phosphomolybdate, and at least one transition me\al halide, said phosphomolybdate and 
said transition metal halide present in an amount sufficient to provide a corrosion 
inhibiting effect. 
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74. The solution of Claim 73, wherein said phosphomolybdate is [PM012O40]" 

is cobalt halide or nickel halide. 



, and said transition metal halid< 



v 



75. The solution of C 
earth metal hydroxide or mixtu e 
80 weight percent, based on the 



aim 73, wherein said alkali metal hydroxide, alkaline 
thereof is present in an amount from about 20 to about 
total weight of the solution. 



10 



76. An absorption sc 
alkali metal hydroxide, alkaline 
phosphomolybdate, and at least 
Periodic Table of Elements, saic 
sufficient to provide a corrosion 



ution for refrigeration systems, comprising at least one 
earth metal hydroxide, or a mixture thereof, at least one 
>ne halide of the metallic elements of Group Va of the 
phosphomolybdate and said halide present in an amount 
hibiting effect. 



•53T 



15 



25 



77. The solution of Claim 76, wherein said phosphomolybdate is [PM012O40]" 
3 , and said halide is antimony bromide (SbBr 3 ). 

78. The solution of Claim 76, wherein said alkali metal hydroxide, alkaline 
earth metal hydroxide or mixture thereof is present in an amount from about 20 to about 
80 weight percent, based on the total weight of the solution. 

79. A process for inhibiting the corrosion of a machine resulting from the 
presence of absorbent solutions comprising at least one alkali metal hydroxide, alkaline 
earth metal hydroxide, or a mixture thereof, the process comprising circulating in a 
machine said absorption solution comprising at least one alkali metal hydroxide, alkaline 



20 earth metal hydroxide, or a mixture thereof, and at least one heteropoly complex anion of 



A: 



a transition metal element in an amount sufficient to provide a corrosion inhibiting effect. 



80. The process of Claim 79, wherein said solution further comprises at least 
one additional additive comprising a compound selected from the group consisting of 
transition metal compounds, compounds of th^ metallic elements of Groups Ilia to Via of 
the Periodic Table of Elements, and mixtures thereof in an amount sufficient to provide a 
corrosion inhibiting effect. 
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81. The process o 
one heteropoly complex 



Claim 79, wherein during said circulating step, said at least 
anicfn forms a protective layer on a surface within said machine. 



82. The process o 
is exposed to temperatures ranging 



f Claim 79, wherein during said circulating step said solution 
from about 150°F to about 550°R 



83. The process of 
comprises lithium nitrate anc 



84. The solution c 
earth metal hydroxide or 
80 weight percent, based on tl 



Claim 79, wherein said absorbent solution further 
zinc halide. 



f Claim 79, wherein said alkali metal hydroxide, alkaline 
mixture thereof is present in an amount from about 20 to about 
e total weight of the solution. 



85. An absorption solution for refrigeration systems, comprising aqueous 
ammonia and at least one halide of a Group Va metallic element in an amount sufficient 
to provide a corrosion inhibiting effect. 

86. The solution of Qlaim 85, wherein said at least one halide of a Group Va 
metallic element comprises antimony bromide (SbBr3). 

87. The solution of Claim 85, wherein said at least one Group Va metallic 
element is present as halide in an amount of about 10 ppm to about 3000 ppm. 

88. A process for inhibiting the corrosion of a machine resulting from the 
presence of aqueous ammonium absorbent solutions, comprising circulating in a machine 
an absorption solution comprising ai^nonium and at least one halide of a Group Va 
metallic element in an amount sufficient to provide a corrosion inhibiting effect. 



\ 



89. An absorption solution for refrigeration systems, comprising at least one 
alkali metal hydroxide, alkaline earth metal hydroxide, or a mixture thereof and at least 
one halide of a Group Va metallic element in an amount sufficient to provide a corrosion 
inhibiting effect. 

90. The solution of Claim 89, wfterein said at least one halide of a Group Va 
metallic element comprises antimony bromiafe (SbBr3). 
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91. The solution of Claim 89, wherein said at least one Group Va metallic 



element is present as halid 



in an amount of about 10 ppm to about 3000 ppm. 



92. A process for inhibiting the corrosion of a machine resulting from the 
presence of alkali metal hyaroxide, alkaline earth metal hydroxide, or a mixture thereof 
^absorbent solutions, comprising circulating in a machine an absorption solution 
)mprising at least one alkahA metal hydroxide, alkaline earth metal hydroxide, or a 
ixture thereof and at least one halide of a Group Va metallic element in an amount 
sufficient to provide a corrosion inhibiting effect. 
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